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(57) Abstract 



A compound glass fibre fabricated from lead-silicate glasses that comprises an outer cladding, an inner cladding with a 
crofis-sectional profile optimized for receiving mullimode pumping radiation, and a single-mode central core within said inner 
cladding that is doped with a lasant material to maximize transfer of said multimodc pumping radiation to said single mode 
doped core. 
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LASER - DIODE PUMPED LftSINS FIBRE SCALABLE TO HIGH POWERS, 

Background of "the Invenliion 

The invention relates to fibre laser systems, and more 
^ particularly to fibre laser systems that have cores amd claddings 

^ 5 that are configured for high power applications, 

since, the mid 1980 's rare-earth doped fibre lasers and 
amplifiers nave been extensively researched worldwide. Lasers 
in fibre form provide low-cost, easily-produced devices at a 
number of wavelengths suitable for applications in 

10 telecommunications, sensing, medicine and spectroscopy- Fibre 
lasers offer a number of advantages over solid-state crystal 
lasers and bulk glass lasers. The waveguide nature of optical 
fibres means that very high power densities can be achieved in 
the core of a single-mode fibre at low power levels. The 

15 threshold powers of fibre lasers are therefore very low in 
comparison to bulk glass and crystal lasers. The high surface 
area to volume ratio of fibre lasers makes for easy heat 
dissipation that permits continuous wave (CW) operation of even 
three leyel systems such as erbium-doped fibres. In addition, 

20 the fibre lasers are broadly tunable and can provide high-power 
Q-switched output, modelocked pulses and narrow-linewidth 
operation using a number of now well established techniques. 
See, for instance, P. Urquart, "Review of rare-earth doped fire 
lasers and amplifiers", IEEE Proc. J., Vol. 135, pages 385 

25 through 406. 

Fibre lasers are normally considered to be low-power devices and 
not competitive with diode pumped Nd:YAG lasers. However, fibre 
lasers of current design are low-power devices that are not 
<> 30 competitive with diode-pumped Nd:YAG lasers. 

Summary of the Invejition 

The fibre laser according to the invention employs special- 
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glass tectinology, a novel inner-cladding fibre geometry and a 
mrnber of aspects of fibre technology and micro-optics for end- 
fibre coupling and side coupling of the pump light from diode- 
arrays. 

5 Description of the Drawings ^ 

Figure 1, Stracture of the doubly-clad rare earth fibre for 
cladding pumping according to the invention. 

Figures 2a through 2c. Three possible optical systems for 
diode-to-fibre coupling according to the invention. 

10 Figures 3a through 3c, Fibre circuitry for scaling to high 
powers in the end pumping scheme according to the invention. 

Figures 4a and 4b. Techniques for side injection into the active 
cladding pumping fibre according to the invention. 

Figure 5. Output: characteristics of Nd^^-doped fibre pumped by a 
15 three watt array according to the invention. 

Figure 6. Output characteristics of Er^*/yb^-doped fibre 
amplifier tandem pumped by the cladding pumped fibre laser 
according to the invention. 

Description of the Invention 

20 The technique of cladding has been shown to enable the 

pumping of fibres with single-mode rare-earth-doped cores by 
multimode diode array, thus allowing the fibre laser to exploit 
the increasingly-available, high-power diode pxmp sources. See, 
for instance, E. Snitzer et al. , "Double-clad, offset core Nd 

25 fiber laser", Proc. Conference on Optical Fibre Communications;. *> 
New Orleans, 1988, PD5; H.Po et al., "doubly clad high brightness 
Nd fiber laser pumped by GaAlAs phased array", Proc. Conference 
on optical fiber Communications, Houston, 1989, PD7 7 V.P. 
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Gapontsev et al*, Proc- Conference on Advanced Solid-State 
Lasers^ Hilton Head, 1991, WCl; and E, Snitzer et al. , U»S.P«N. 
4,815,079. 

The basis of the technique is that the pump light is 
5 launched into a large, undoped, multimode fibre, core that 
readily accepts light from extended sources, whereupon it is 
absorbed active rare-earth ions located in an inner single-mode 
core within the BUltixnode waveguide. Feedback of the fluorescence 
generated in and capture by the single-mode core results in 
10 lasing action with a guaranteed single-mode output. 

Unfortunately, the linear geometry of diode--arrays and the 
resulting line-source Bean that they are not ideal for coupling 
to conventional circular cross-section optical fibres. For 
exaaple, an SDL three Watt diode array has* emitting dimensions 

15 of 1 fm by 500 /xm and the laser beam has divergence angles of 40 
degrees and 10 degrees (FWHM) in the respective planes parallel 
and perpendicular to the diode junction. In the peirallel plane, 
the full width at zero intensity is approximately 60 degrees. 
In the other plane, the intensity is almost uniform across the 

20 beam, so that the full width at zero intensity is again 10 
degrees. For efficient coupling to an optical fibre, the image 
of the light source at the endface of the fibre should have a 
spacial extent less than the dimensions of the fibre core, and 
in addition, the divergence at the beam waist must not be 

25 significantly greater than the acceptance angle of the fibre. 
For this diode, the beam divergence in the fast diverging plane 
dictates that for 1:1 imaging in this plane, the fibre should 
have a numerical aperture (NA) in excess of 0.5 for 100 percent 
collection efficiency while the large array width dictates that 

30 the field should be compressed by a factor of approximately four 
to couple to a fibre of normal diameter (approximately 125 fm) . 
of course, the field compression in this plane result in an 
increase in the beam divergence by the same factor by which the 
field is compressed- 
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An ideal fibre for cladding pumping requires that ratio of 
inner cladding area to inner core area is minimized so as to keep 
tHe cavity losses to a minimum while at the same time enabling 
efficient coupling from the diode to the fibre. The ideal fibre 
is a rectangular structure with high NA having a major axis 
reduced with respect to the width of the diode array by the 
ratio, sin"'(NA)/(e) where B is the slower of the diode beam 
divergences and a minor axis large enough to contain a single 
mode core of conventional diameter, typically 8 ^m. 

The fibre employed in the preferred embodiment of the 
invention utilizes compound glass technology for the first time 
in a cladding-pumping scheme. The fibre is fabricated from 
Schott flint glass, (F2 and F7) and light flint glass (LF8) The 
approximate compositions of these glasses are given in Table 1. 

Table 1 



Compositions of Flint and Light Flint Glasses 



Glass Type 


SiOj, 


Na20 


KzO 


PbO 


F : Flint 


47 


2 


7 


44 


LF : Light Flint 


53 


5 


8 


34 



Details of the fabrication of a neodymium doped fibre are 
shown schematically in Figure 1^ wherein a cross-section of a 
fibre 2 according to the invention is illustrated. The fibre 2 
was fabricated using a modified rod-in-tube technique. The fibre 
comprises a circular outer cladding 4, a rectangular inner 
cladding 6 and a neodymium-doped circular core 8 in the centre. 
This design gives the most efficient pump absorption for a given 
dopant concentration and area ratio. See, for instance, H. Po 
et al, . above. Schott flint glasses LF8, F2 and F7 were used for 
the outer cladding 4, the inner cladding 6 and the core 8, 
respectively. 



wo 93/15536 



PCr/US93/00887 



The core 8 was prepared from a mixture of three weight- 
percent NdjOj in F7 glass melted in a platinum crucible at 
approximately 1200 degrees Celsius. A cane of core glass of 
approximately three to five mm in diameter is drilled out of the 

I 5 prepared F7 glass and inserted into a •'tight fit" tube of F2 
glass having an outer diameter of approximately 10 mm* A tube 

* of F7 glass with an inner diameter corresponding to that of the 

F2/F7 core rod was milled down on opposite sides to form the 
rectangular cladding. The outer cladding of LF8 glass was made 
10 out of two D-shaped section and a circular outer tube. In all, 
six separate pieces made up the preform. The pieces were milled 
on an ultrasonic rotary machine equipped with diamond impregnated 
tools. All pieces were acid etched with HF/H2SO4 prior to 
assembly. This ensures low losses at the different interfaces. 
15 The fibre was drawn conventionally in a low temperature furnace 
at around 600 degrees Celsius. 

The dimensions of the inner cladding 6 are typically 120 fim 
by 20 fim, the inner core 8 diameter is typically 5.5 fim and the 
outer cladding 4 diameter is typically 150 tm. The NA between 

20 the outer cladding 4 and inner cladding 6 (LF8/F2) is 0,42 and 
the Nd-doped F7 core 8 NA is 0,13, The inner cladding 6 is 
designed to match as closely as possible to the large diffraction 
angle of the diode, and whilst minimizing the area of the 
rectangular guide, thus optimizing the pump absorption in the 

25 core and the laser threshold. The baclcground loss at the lasing 
wavelength of 1057 nm is 0.9 dB/m (the intrinsic loss of the 
undoped F7 core 8 clad with F2) , and the inner cladding 6 
attenuation at the pump wavelength of 808 nm is 0.3 dB/m. These 
values are comparable to the losses in bulk glasses, indicating 

30 that the fabrication process does not introduce significant 
additional loss. The absorption of pump light propagating in the 
inner cladding by the doped single -mode core 8 is approximately 
15 dB/m. 

The fibre 2 described above is considered superior to 
35 earlier cladding-pump designs because a high numerical aperture 
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is achieved in all-glass design. Previous cladding-pumping 
schemes have either employed soft polymer outer claddings^ such 
as described by Po et al, > above, or compromised on NA^ such 
as described by E^Snitzer et al, and V-P- Gaoontsev et al.^ 
above. The soft polymer coating/outer cladding^ while enabling 
NA»s of up to 0.4 in silica fibres, introduces problems in 
cleaving fibers of irregular cross-section, since the coating 
must be removed prior to cleaving. Such fibres are those of 
rectangular design, and in direct coating of the endface with the 
necessary dichroic reflectors that allow high pump transmission 
and high reflection of the intracavity laser light, since the 
presence of the polymer often causes contamination of the coating 
appauratus. The lower inner cladding NA of silica based all-glass 
fibres limit the launch efficiency from laser diodes. An 
additional advantage of the choice of glasses described above is 
that they give higher radiative cross-sections and the 
possibility for higher doping levels without concentration 
cpienching. These fibres offer higher gain than similarly doped 
silica fibres, thus enabling the construction of devices such as 
Q-switched fibre lasers that require high gain for efficient 
operation. 

There sore several methods by which light can be coupled from 
a diode array into the rectangular inner cladding 6 of the fibre 
2. In general, the requirement will be for 1:1 imaging, or 
perhaps a small amoimt of expansion to slightly reduce the launch 
NA in the fast diverging plane and for field compression and 
corresponding increase in NA in the other plane. These 
requirements etrise from the need to maximize the coupling into 
an optim-j zed fibre. Three coupling methods are shown in Figures 
2a through 2c. 

The first method, shown in Figure 2a, uses two crossed 
cylindrical lenses 10 for collimation of pumping radiation from 
a diode array 12, and a single spherical lens 14 for refocussing 
onto the fibre 2, The ratio of the focal lengths of the two 
cylindrical lenses 10 is equal to the required field compression 
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ratio. For miniaturization, the cylindrical lenses ID may 
comprise special D-shaped fibres, and the spherical lens 14 may 
be a fibre coupling sphere or ball lens. Those are miniature 
spherical lenses with focal lengths betv/een several hundred 
» 5 microns and a few millimetres, when these spheres are glued to 
a fibre end, they can act as collimators, for example, in 
expanded beam connectors. Miniaturized coupling systems using 
shorter focal lengths enable compact coupling systems, and also 
reduce aberrations. 

10 The second method, shown in Figure 2(b), is similar to the 

one described above in connection with Figure 2(a), but it uses 
and anamorphic prism pair 16 to expand the collimated beam in the 
transverse plane, and two spherical lenses 18 for collimation and 
focusing. 

15 While compact coupling systems can be achieved with careful 
design of lenses and precise alignment , it is simpler to butt 
the fibre 2 directly to the facet, of the diode array 12. The 
necessary field compression in this case is achieved by the use 
of a special waveguide 20 tapered in one plane only as shown in 

20 Figure 2(c). The taper can be fabricated by etching 
differentially along the length of the fibre 2 or by locally 
grinding the fibre 2 in the appropriate direction. See, for 
instance, CD- Hussey et al., "Optical Fibre polishing with a 
motor driven polishing wheel", Electronics Letters, 1988, Vol. 

25 24, pages 8 05 through 807, At the input, the light form the 
diode array 12 excites low order modes in the transverse -plane, 
since the divergence angle in this plane is significantly less 
than the acceptance angle of the fibre 2- The light remains 
guided so long as the compression ratio does not exceed the limit 

30 imposed by the NA of the fibre* 

If pump light is launched from two diode cirrays into two 
undoped rectangular fibres of dimensions D*W, it is possible to 
couple the total power into a fibre of dimension 2D*W by the 
technique shown in Figures 3(a) through 3(c). First, two 
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individual fibres 22 are polished or groimd parallel to their 
major axis vmtil the rectangular waveguides are exposed to the 
air, as shown in Figxxre 3{b). They are brought together in the 
manner of a multimode polished coupler, and cut and polished 
across the point of contact, as shown in Figure 3(c) • The fibre 
of depth 2D that may contain the doped single-mode core 8 is then 
butted directly to the composite fibre 2. Rather than polishing 
circular fibres to obtain a localized D-Fibre, a special D-fibre 
can be fabricated for the purpose ^ as can a fibre 2 with a 
cladding glass that can be preferentially etched, this technique 
can be extended by concatenation as shown in Figure 3(a) to 
combine the pump from multiple diode arrays or from the subarrays 
22 of diode bars. 

Another way that cladding-pumped fibre-lasers can be scaled 
to high powers is by injecting pump light transversely at 
multiple entry points in the fibre. The entry points must be 
separated by sufficient length of cladding-pumping fibre that a 
high proportion of the pump light injected by the previous pump 
source has been absorbed to ensure that significant residual 
light is not coupled out of the fibre at the entry point. The 
technique can be an efficient scaling technique for four-level 
lasers, provided that the number of entry points is not too 
great, and that the fibre loss is low. Eventually, a limit is 
reached where the proportion of extra gain available due to 
further pump light is offset by the additional cavity loss in the 
extra length of fibre- In a three-level system, the additional 
cavity length increases the threshold power proportionally, 
making the scheme less attractive. 

The technique for side injection is illustrated 
schematically in Figure 4. The cladding pumping fibre 2 is 
polished in the plane orthogonal to the long axis so that the 
inner cladding 6 is exposed on one side over a short length. 
This plane is chosen because the fibre 2 has "spare numerical 
aperture" over the diode array 12 in the long axis. Attempting 
to side inject in the other plane results in high radiation loss. 
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The optical axis of the light delivery system from the diode 
array 12 is slightly tilted with respect to the axis of the 
receiving fibre. The delivery system can be by any of the means 
described above. The actual coupling mechanism may be by 
- 5 focusing with a spherical lens 26 through an index-matched glass 
block 28 or via a fibre 2 polished at a shallow angle. 
<• Alternatively, standard multimode-couplers may be used for 

injection. These are standard passive fibre optic components 
manufactured either by fusing and tapering two multimode fibres 

10 until overlap of the modal fields induces coupling , or by 
polishing each fibre in turn until the cores are exposed, and 
placing them sid by side again to induce coupling. However, if 
many modes in the input fibre are excited, then the maximum power 
coupling to the second prot is fifty percent, because although 

15 each individual mode may be fully coupled, the coupling length 
for each mode is different. Averaging the coupled power over all 
the modes yields a 50:50 split at the output. For purposes of 
side injecting pump light to cladding -pumping fibres, this 
technique, though feasible, is less attractive than the means 

20 described above, since the number of entry points increases as 
a result of the fifty percent coupling restriction that can be 
coupled at each section. 

The output characteristics of the fibre laser according to 
the invention, pumped by a three Watt SDL GaAlAs multi-stripe 

25 diode array are shown by line 30, representing output power as 
a fimction of diode pumping power. With the pump diode operating 
at full power, the fibre laser achieves 1*07 Watt output power 
at a peak wavelength of 1.057 (xm. The overall efficiency with 
respect to diode power is around fifty percent, which is close 

3 0 to the maximum attainable. 

^ To demonstrate a possible application of the cladding pumped 

fibre laser, it was employed as a pump sotirce for a 
Er^*/yb^* optical fibre amplifier. An amplifier gain of 45 dB and 
output signal powers in excess of +20 dBm have been demonstrated, 
35 the amplifier characteristics are illustrated in Pigiare 6, 
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wherein line 32 represents gain as a function of input signal 
power, and line 34 represents output power as a function of input 
power. 

Thus there has been described an improved optical fibre 
suitable for lasing at high powers. It will be understood that 
various changes in the details, materials r steps and arrangements 
of parts that have been described and illustrated above in order 
to explain the nature of the invention may be made by those of 
ordinary skill in the art within the principle and scope of the 
invention as expressed in the appended claims. 
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What is claimed is: 

1. A campoxmd glass fibre fabricated from lead-silicate glasses 
that coBprises an outer cladding, an inner cladding with a cross- 
sectional profile optimized for receiving multimode pumping 
radiation, and a single-mode central core within said inner 
cladding that is doped with a lasant material to maximize 
transfer of said multimode pumping radiation to said single mode 
doped core. 
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